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1. NEW FILTRATION! MATERIAL 


1.1. Eastman Tow 5.0/60.000 Y 


Search for a new filtration material in order to attain 
the objective of project COCONUT (386). 


Summary 


Based on the results given by the cigarette construction 
model for project COCONUT, trials were carried out with 
tows 8.0/64.000 Y and 8.0/80.000 R (1). 

Although smoke objectives were attained by using, the tow 
qualities mentioned above, the desired total RTD could 
not be achieved. Eastman submitted a 3.0/60.000 Y tow 
that will give a higher RTD, while maintaining filter 
efficiency at the same level. 


Description of Samples and Results 

On November 12 1981, trial runs were performed on a; KDF 

II rod maker without any difficulty with' the tow item 
mentioned above. The tow was evaluated on the basis of 
its capacity curve (see Fig. Ij. 

MLF-CH cigarettes with 50% dilution were made with the 
filters produced at the optimum point, in order to de¬ 
termine the filter efficiency and the total RTD achieved. 
Results concerning these parameters are not yet available. 


1.2 Eastman. 2.5/40.000 Y Tow 


Objective 

2.5/40.000 Y tow evaluation. Possible replacement of the 
existing 3.4/46.000 I by this item. 
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Summary 


For an RTD of 375 mm WG an economy of 15% of cellulose 
acetate can be made by using this 2,5/40.000 Y tow in¬ 
stead! of 3.4/46.000 I tow. 

A mail-out test was prepared. 


Physical Test and! Smoke Yield Results 

Both control results confirm former results obtained 
(2,3). Furthermore, no significant variation has been 
noticed between trial and control cigarettes. 


Follow-up 

Based on the results of the mail-out test, which are 
expected at the end of January 1982, a final decision 
will be made on this tow item. 


1.3 Eastman 2.1/42.000 Y and 3.0/48.000 Y 


Objective 

To serve new product development. 


Summary 

Lately in several new product development projects we 
were confronted with a problem,of high total cigarette 
RTD. In order to reduce this effect, the above-mentioned^ 
tows were ordered from Eastman. 


Follow-up 


The above-mentioned 1 2 3 items will be evaluated on the basis 
of their capacity curve and 1 a special report will be 
written as sooni as the results are available. 
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